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IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 



Application of 



Applicant 
Title 



Squires et al 

IMPROVEMENTS RELATING TO METHODS OF THERMAL 

LAMINATION 

HUN 0004 PA 



Docket 



BOX PCX 

Assistant Commissioner 
for Patents 

Washington, DC 20231 
Sir: 



Prior to examination of the above-identified patent application, please amend the 
application as follows: 

CLEAN VERSION OF AMENDMENTS 

(A version of these amendments with markings to show the changes is attached to this paper as a 
separate appendix.) 

IN THE CLAIMS 

Please amend claims 4, 6, 8-9 11, 13, 15-17, 20-21, 24-35, 37, 39, 42-44, 49-50 and 52- 
53 to read as follows: 

4. (Amended) A method according to claim 1, wherein the one or more selected characteristics 
include the pitch between emboss points or the lamination points. 

6. (Amended) A method according to claim 1, wherein the one or more selected characteristics 
include the axes of alignment of the emboss points of the emboss pattern and of the lamination 
points of the lamination pattern. 



PRELIMINARY AMENDMENT 
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8. (Amended) A method according to claim 6, wherein the axes of emboss points are varied and 
axes of the lamination points are fixed. 



9. (Amended) A method according to claim 1, wherein the one or more selected characteristics 
include the percentage bond area of the emboss pattern or the percentage contact area of the point 
lamination pattern. 

11. (Amended) A method according to claim 1, wherein the one or more selected characteristics 
include the shape of each emboss point of the emboss pattern or each lamination point of the 
point lamination pattern. 

13. (Amended) A method according to claim 1, wherein the one or more selected characteristics 
include the size of each emboss point of the emboss pattern or of each lamination point of the 
point lamination pattern. 

15. (Amended) A method according to claim 1, wherein the weight of the first material is greater 
than or equal to 50 g/m^. 

16. (Amended) A method according to claim 1, wherein the weight of the second material is less 
than 50 g/ml 

17. (Amended) A method according to claim 1, further comprising providing a thermoplastic 
adhesive layer between the first and second materials during the lamination process. 

20. (Amended) A method according to claim 17, wherein the first material has a chemical 
composition which is unsuitable for bonding to the second material by heat and pressure alone. 
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2 1 . (Amended) A method according to claim 1 7, wherein the first material comprises a 
thermoplastic polymer and the lamination is implemented by an embossed thermobonding 
calender. 

24. (Amended) A method according to claim 21, wherein the second material comprises a woven 
fabric textile material. 

25. (Amended) A method according to claim 21, further comprising selecting the lamination 
conditions to melt the thermoplastic adhesive layer in a single pass through the thermobonding 
calender and subsequently to cool the laminate to set the melted adhesive. 

26. (Amended) A method according to claim 17, wherein the adhesive is one or more of an 
acrylic adhesive, a hot melt adhesive, a netting adhesive or a powder adhesive. 

27. (Amended) A method according to claim 17, wherein the first and/or second materials 
comprise discontinuous fibres which are melted by the lamination process to form a film at the 
adhesive lamination points. 

28. (Amended) A method according to claim 1, further comprising coating the first material, the 
second material, or the laminate with a chemical composition to import specific properties to the 
laminate. 

29. (Amended) A method according to claim 1, wherein the first material comprises a nonwoven 
spunbonded textile. 

30. (Amended) A method according to claim 29, wherein the first material comprises a 
thermobonding polymer. 
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31. (Amended) A method according to claim 1, wherein the second material comprises a thin 
film. 

32. (Amended) A method according to claim 31, wherein the second material comprises a 
thermobonding polymer. 

33. (Amended) A method according to claim 1, further comprising providing a further layer 
between first and second materials. 

34. (Amended) A method according to claim 33, wherein the further layer is a microfibre layer, a 
non-plastics fabric, or a continuous thin film. 

35. (Amended) A method according to claim 1, wherein the lamination is effected by use of a 
thermobonding calender, the first material has an emboss pattern which is non-symmetrical about 
a line transverse to an axis of rotation of the calender, and the first material can be reversed in 
orientation to present an emboss pattern having different pattern characteristics to that presented 
when the first material is not reversed. 

37. (Amended) A method according to claim 35, wherein the reversed embossed pattern is 
sufficiently different to the non-reversed embossed pattern to provide under the same process 
conditions a different pressure distribution across the laminate. 

39. (Amended) An apparatus for laminating a first material having an emboss pattern formed 
thereon, to a second material, the apparatus comprising a lamination means for bonding said first 
and second materials together at discreet points, wherein the lamination means provides a point 
lamination pattern having one or more of its characteristics selected to be different to a 
corresponding one or more characteristics of the emboss pattern so as to control, during 
lamination, the amount of point mis-registration between the two patterns. 
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42. (Amended) An apparatus according to claim 39, wherein the lamination means comprises an 
embossed thermobonding calender. 



43. (Amended) An apparatus according to claim 39, wherein the apparatus further comprises 
means for cooling the laminate after the lamination process. 

44. (Amended) An apparatus according to claim 39, wherein the apparatus further comprises 
means for treating the laminated material with a chemical composition after the lamination 
process. 

49. (Amended) A method according to claim 46, further comprising selecting the lamination 
conditions to melt the thermoplastic adhesive layer in a single pass through the thermobonding 
calender and subsequently to cool the laminate to set the melted adhesive. 

50. (Amended) A method according to claim 46, further comprising applying the adhesive layer 
as a coating to one of the first or second materials. 

52. (Amended) A method according to claim 46, wherein the adhesive is one or more of an 
acrylic adhesive, a hot melt adhesive, a netting adhesive or a powder adhesive. 

53. (Amended) A method according to claim 46, wherein the first and/or second materials 
comprise discontinuous fibres which are melted by the lamination process to form a film at the 
adhesive lamination points. 
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REMARKS 



This amendment is being made to place the claims in better form for examination and to 
eliminate multiple claim dependency. 



One Dayton Centre 

One South Main Street, Suite 500 

Dayton, Ohio 45402-2023 

(937) 223-2050 

Facsimile: (937) 223-0724 

/SH 



Respectfully submitted. 



KILLWORTH GOTTMAN HAGAN 
& SCHAEFF, L.L.P. 




Reg. No. 



Docket HUN 0004 PA 



-7- 



APPENDIX 

VERSION WITH MARKINGS TO SHOW CHANGES MADE 

IN THE CLAIMS 

4. (Amended) A method according to [any preceding] claim 1, wherein the one or more selected 
characteristics include the pitch between emboss points or the lamination points. 

6. (Amended) A method according to [any preceding] claim 1, wherein the one or more selected 
characteristics include the axes of alignment of the emboss points of the emboss pattern and of 
the lamination points of the lamination pattern. 

8. (Amended) A method according to claim [Claim] 6 [or 7], wherein the axes of emboss points 
are varied and axes of the lamination points are fixed. 

9. (Amended) A method according to [any preceding] claim 1, wherein the one or more selected 
characteristics include the percentage bond area of the emboss pattern or the percentage contact 
area of the point lamination pattern. 

1 1 . (Amended) A method according to [any preceding] claim 1, wherein the one or more selected 
characteristics include the shape of each emboss point of the emboss pattern or each lamination 
point of the point lamination pattern. 

13. (Amended) A method according to [any preceding] claim i, wherein the one or more selected 
characteristics include the size of each emboss point of the emboss pattern or of each lamination 
point of the point lamination pattern. 

15. (Amended) A method according to [any preceding] claim 1, wherein the weight of the first 
material is greater than or equal to 50 g/m^. 
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16. (Amended) A method according to [any preceding] claim 1, wherein the weight of the second 
material is less than 50 g/m^. 

17. (Amended) A method according to [any preceding] claim 1, further comprising providing a 
thermoplastic adhesive layer between the first and second materials during the lamination 
process. 

20. (Amended) A method according to [any of Claims] claim 17 [to 19], wherein the first 
material has a chemical composition which is imsuitable for bonding to the second material by 
heat and pressure alone. 

21. (Amended) A method according to [any of Claims] claim 17 [to 20], wherein the first 
material comprises a thermoplastic polymer and the lamination is implemented by an embossed 
thermobonding calender. 

24. (Amended) A method according to claim [Claim] 21 [or 22], wherein the second material 
comprises a woven fabric textile material. 

25. (Amended) A method according to [any of Claims] claim 21 [to 24], further comprising 
selecting the lamination conditions to melt the thermoplastic adhesive layer in a single pass 
through the thermobonding calender and subsequently to cool the laminate to set the melted 
adhesive. 

26. (Amended) A method according to [any of Claims] claim 17 [to 25], wherein the adhesive is 
one or more of an acrylic adhesive, a hot melt adhesive, a netting adhesive or a powder adhesive. 

27. (Amended) A method according to [any of Claims] claim 17 [to 26], wherein the first and/or 
second materials comprise discontinuous fibres which are melted by the lamination process to 
form a film at the adhesive lamination points. 



Docket HUN 0004 PA -9- 

28. (Amended) A method according to [any preceding] claim i, further comprising coating the 
first material, the second material^ or the laminate with a chemical composition to import specific 
properties to the laminate. 

29. (Amended) A method according to [any preceding] claim i, wherein the first material 
comprises a nonwoven spunbonded textile. 

30. (Amended) A method according to claim [Claim] 29, wherein the first material comprises a 
thermobonding polymer [such as polypropylene, polyethylene, polyester or polyamide]. 

3 1 . (Amended) A method according to [any preceding] claim i, wherein the second material 
comprises a thin film. 

32. (Amended) A method according to claim [Claim] 31, wherein the second material comprises 
a thermobonding polymer [such as polypropylene, polyethylene, polyester or polyamide]. 

33. (Amended) A method according to [any preceding] claim 1, further comprising providing a 
further layer between first and second materials. 

34. (Amended) A method according to claim [Claim] 33, wherein the further layer is a microfibre 
layer, a non-plastics fabric^ or a continuous thin film. 

35. (Amended) A method according to [any preceding] claim i, wherein the lamination is 
effected by use of a thermobonding calender, the first material has an emboss pattem which is 
non-symmetrical about a line transverse to an axis of rotation of the calender, and the first 
material can be reversed in orientation to present an emboss pattem having different pattem 
characteristics to that presented when the first material is not reversed. 
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37. (Amended) A method according to claim [Claim] 35 [or 36], wherein the reversed embossed 
pattern is sufficiently different to the non-reversed embossed pattern to provide under the same 
process conditions a different pressure distribution across the laminate. 

39. (Amended) An apparatus for laminating a first material having [a] an emboss pattern formed 
thereon, to a second material, the apparatus comprising a lamination means for bonding said first 
and second materials together at discreet points, wherein the lamination means provides a point 
lamination pattern having one or more of its characteristics selected to be different to a 
corresponding one or more characteristics of the emboss pattern so as to control, during 
lamination, the amount of point mis-registration between the two patterns. 

42. (Amended) An apparatus according to [any of Claims] claim 39 [to 41], wherein the 
lamination means comprises an embossed thermobonding calender. 

43. (Amended) An apparatus according to [any of Claims] claim 39 [to 42], wherein the 
apparatus further comprises means for coohng the laminate after the lamination process. 

44. (Amended) An apparatus according to [any of Claims] claim 39 [to 43], wherein the 
apparatus further comprises means for treating the laminated material with a chemical 
composition after the lamination process. 

49. (Amended) A method according to [any of Claims] claim 46 [to 48], further comprising 
selecting the lamination conditions to melt the thermoplastic adhesive layer in a single pass 
through the thermobonding calender and subsequently to cool the laminate to set the melted 
adhesive. 

50. (Amended) A method according to [any of Claims] claim 46 [to 49], further comprising 
applying the adhesive layer as a coating to one of the first or second materials. 
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52. (Amended) A method according to [any of Claims] claim 46 [to 51], wherein the adhesive is 
one or more of an acrylic adhesive, a hot melt adhesive, a netting adhesive or a powder adhesive. 

53. (Amended) A method according to [any of Claims] claim 46 [to 52], wherein the first and/or 
second materials comprise discontinuous fibres which are melted by the lamination process to 
form a film at the adhesive lamination points. 
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IMPROVEMENTS RELATING TO METHODS OF THERMAL LAMINATION 



The present invention concerns improvements relating to methods of thermal lamination. 
More particularly, though not exclusively, the present invention relates to a method of 
5 and an apparatus for thermally laminating a first nonwoven spunbonded polymer fabric 
having a emboss pattem formed thereon, to a second polymer fabric, by a lamination 
process using a point lamination pattem which is provided on a thermobonding calender. 

Nonwoven technology is a generic term encompassing a broad range of textile 
10 technologies in which fibres or filaments are bonded by means other than weaving or 
knitting. In nonwoven technology, methods commonly employed to achieve bonding 
between the fibres or filaments include entanglement of the fibres using high-pressure 
water jets, adhesive bonding or thermal bonding. Thermal bonding uses a combination of 
heat and pressure to bond thermoplastic fibres or filaments. This method of bonding is 
15 well known and is the most frequently used method in the type of nonwoven production 
known as spunbonding or spunlaying. 

In spunbonded nonwoven production, continuous filaments of thermoplastic polymers, 
such as polypropylene, are extruded through thousands of spinnerets to form a loose web 
20 which is then bonded using heat and pressure to form a finished fabric in one continuous 
process. The process is only suitable for thermoplastic polymers such as polypropylene, 
polyamide or polyester, for example. A schematic diagram of a spunbonding production 
line is shown in Figure 1. 

25 Thermal bonding of thermoplastic filaments may be achieved by heat and pressure 
applied evenly across the whole area of the fabric or it may be applied intermittently so 
that only discrete areas of fabric are bonded. Discrete bonding, more commonly referred 
to as 'point bonding', confers a more textile character to the material compared to total 
area bonding. The textile character of point bonded fabrics is due to the ability of the 

30 filaments to move relatively freely in the areas between the emboss points since they are 
bonded or welded together only at the emboss points. Referring to Figure 2, point 
bonding is most frequently achieved using a calender system comprising two heated rolls 
(calender rolls) 2, one smooth and one carrying a raised embossing pattem 4 on its 



1 
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surface, so that a loose web of fibres or filaments 6 are bonded together as they pass 
through the nip 8 between the two calender roils 2. The calender system shown in Figure 
2 is used to bond a loose web of filaments thermally together to produce a spunbonded 
nonwoven fabric 10. The properties of the bonded material, its appearance, drape, 
5 softness and strength, are all influenced by the choice of the bonding pattern 4. 



In an extension of this process, another layer, such as a film, fabric or microfibre layer, 
may be fed through the nip of the spunbonding calender system along with the loose web 
of thermoplastic filaments, and be simultaneously bonded to it. The additional layers are 
10 typically fed into the calender system at positions or indicated in Figure 1. For 
thermal bonding to occur to any useful extent between the textile fibres or filaments and 
additional membranes, the materials should be compatible i.e. be related in chemical 
composition and melting points. 

15 Thermal lamination of this type may be referred to as 'in-line' lamination since it is 
conducted directly in the spunbonding calender system whereby bonding of the 
thermoplastic filaments together and lamination of those thermoplastic filaments to any 
additional layers occurs simultaneously. 

20 There are various restrictions inherent with in-line lamination of this type. The range of 
processing speeds during in-line lamination may be limited by the speed range of the 
filament extrusion process. It is possible, for example, that the speed at which the loose 
web of filaments is produced is higher than the optimum speed required for bonding. In 
these circumstances the heat transfer firom the calender roll surfaces through the 

25 components of the laminate would be insufficient to effect adequate bonding between the 
component layers. It is also difficult to make products with more than two layers using 
this technique. For example, the production of a film sandwiched between two fabric 
layers requires two processing steps. In the first step a two component layer, nonwoven 
fabric plus membrane, is produced by the in-line process already described. In the second 

30 step, the product of the first step, a two component laminate, is re-processed by re- 
feeding it into the calender roll nip at position or A^ of Figure 1 and adding the second 
fabric layer sandwiching the film layer. 
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The development of off-line thermal lamination obviates many of these difficulties, hi 
off-line lamination, the lamination of the component layers is conducted as a completely 
separate process from the production of any of the components. If a spunbonded fabric 
component is used, for example, it is obtained as a pre-formed, bonded fabric as opposed 
5 to the unbonded web of filaments used in in-line thermal lamination. This pre-formed 
material is then point laminated by a calender system similar to that used in the above 
described in-line point bonding. Fabrics, films, microfibre membranes, nets and other 
materials can be combined in ways that would be difficult or impossible in-line with a 
fibre or filament forming process such as spunbonding. Accordingly, off-line lamination 
10 provides the ability to better control the lamination process to achieve the desired 
component laminate. 

The inventor has observed that there is a previously unreported significant problem with 
off-line lamination when point laminating an embossed material such as a point-bonded 

15 nonwoven fabric. More particularly, during the development of the off-line thermal 
lamination process, a standard commercial nonwoven spunbonded fabric was being 
laminated to a film. Both components were polypropylene based and were of a 
composition that was known to thermally laminate well. The spunbonded fabric had been 
bonded using a standard emboss pattern commonly used by many producers in the 

20 spunbonded nonwovens industry and the calender roll presented a commonly used point 
lamination pattern. 

On laminating the fabric and film together, it was noticed that although the majority of 
the fabric and film has laminated well, there were patches where these materials were 
25 completely unlaminated. These unlaminated patches have the appearance of blisters in 
the laminate which have a minimum size of approximately 25mm^ but are typically of 
the order of 500mm^. 

This irregularity was completely unexpected and, at first, was attributed by the inventor 
30 to incorrect processing conditions. Accordingly, the process conditions were altered in an 
attempt to attain an even level of lamination over the whole area of the fabric. Pressure, 
temperature, process speed and material tensions were all varied and the lamination 
process repeated in an attempt to attain even lamination. However, the variation of these 
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parameters together and in combination did not obviate the problem and there was no 
obvious explanation for the effect. 

Accordingly, it is an object of the present invention to overcome or at least obviate the 
5 problem outlined above and thereby to provide improved quality laminates. 

The present invention resides in the appreciation that the above described problem with 
an off-line point lamination process is attributable to the interaction between the emboss 
pattern of the fabric with the lamination pattern of the calender roll. In particular, the 
10 present invention resides in the appreciation that when the emboss points of an embossed 
material to be laminated are in register with the lamination points of a point lamination 
pattern, poor lamination occurs leading to the problem of blistering. 

The situation where the emboss pattem is in register with the lamination pattern is 
15 illustrated in Figure 3. In order to laminate an embossed material 10 to another material 
12, there must be sufficient bonding pressure exerted at each lamination point 14 of the 
lamination pattem 16 by the lamination calender roll 18. When a given lamination point 
14 is in register with an emboss point 20 of the embossed material 10 (as shown in Figure 
3) there is insufficient solid thickness of the embossed material 10 and other material 12 
20 to exert the required lamination point pressure. However, when the lamination point 14 is 
out of register with the emboss point 20 of the embossed material 10 as illustrated in 
Figure 4, there is sufficient solid thickness of the materials 10, 12 to provide the required 
lamination point pressure. This problem occurs even if the embossed material 10 is 
reversed such that a smooth surface 22 of the embossed material 10 is presented to the 
25 lamination calender roll 1 8. 

Having appreciated the above the present invention provides, according to one aspect, a 
method of laminating a first material having a point emboss pattem formed thereon, to a 
second material, by a lamination process using a point lamination pattem, wherein one or 
30 more characteristics of the two patterns is selected and differentiated to control, during 
lamination, the amount of point mis-registration between the two patterns. 
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It is to be appreciated that the term 'material' has, in the context of the present invention, 
a broad meaning in that it covers ail types of substantially planar materials which are 
suitable for lamination. For example, the term material is intended to cover sheets, webs, 
fabrics, textiles, lamina etc. which can be laminated to other sheets, webs, fabrics, 
5 textiles, lamina etc. to form a laminate. An embossed material is therefore to be 
considered as any sheet, web, fabric, textile, lamina etc. which has raised or depressed 
formations provided in its surface. 

In view of the present invention, a detailed explanation of why the problem occurred in 
10 the above described lamination process can be given. 

Emboss patterns can be defined by the shape of the emboss points, the area of the emboss 
points expressed as a percentage of the total area (also referred to as the percentage 
bonding area), the axes of the alignment of emboss points, and the pitch i.e. the distance 
15 between the emboss points. Lamination patterns can also be described in a similar way, 
though instead of percentage bonding area, the percentage contact area of the point 
lamination pattern is considered. 

Referring to Figure 5, the standard emboss pattem 24 of the fabric used in the above off- 
20 line lamination process had approximately a 19% bonding area, square-shaped emboss 
points 26, its emboss points aligned along orthogonal axes X, Y at 45°/45° to the 
rotational axis R of the calender roil, and a pitch P of approximately 1.75mm. The axes 
X, Y are also symmetrical about line AA which is transverse to the rotational axis R. This 
pattem is one of the most commonly used embossing patterns for the manufacture of 
25 spunbonded nonwoven fabrics and is almost identical to the point lamination pattem of 
the calender roll used for the off-line lamination process. 

The standard lamination pattem used was identical to the emboss pattem except for a 
very slight difference in pitch. The pitch of the lamination pattem was approximately 
30 1 .75nim but slightly larger than that of the emboss pattem. 

Referring to Figure 5A, when the fabric and fikn were laminated, unlaminated patches 
occurred only in areas (I) where the lamination points of the calender roll and the emboss 
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points 26, already present in the spunbonded fabric, were in register with each other. In 
the areas (O) where the lamination points of the calender roll did not coincide with the 
emboss points 26 of the fabric (out of register), the materials were well laminated. It is to 
be noted that only for the purposes of illustration, the size of the emboss points 26 has 
5 been reduced in Figure 5A for the purposes if differentiation from the lamination points: 
this makes no material effect upon the results. 

The uniaminated patches occurred in an approximately regular pattern over the surface of 
the laminate. This is because of the slight difference between the pitches of the standard 
10 emboss pattem 24 and the standard lamination pattern used. The resuhant pattern on the 
laminate can be likened to an interference pattem (such as a Moire interference pattem) 
between two signal point sources, with the blisters occurring at positions where the two 
signals are substantially in phase. 

15 It follows that it is particularly disadvantageous to thermally laminate using a lamination 
pattem which is the same as, or ver>' similar to, the bonding pattem of any of the 
component layers, as was the case with the above described lamination process. The 
problem cannot be overcome by simply increasing the applied pressure between the two 
calender rolls. Although this would ensure that enough pressure was provided at the in- 

20 register points (Figure 3) to effect good lamination, at the out-of-register points (Figure 4) 
there would be too much pressure leading to damage of at least one of the laminate's 
layers. 

There are several reasons why this problem may not have been addressed previously. One 
25 such reason is that it may have been unnoticed because the blistering effect does not 
appear to occur to such a dramatic degree in relatively thin materials. The inventor's 
further trials have shown that when lightweight fabrics, for example having a weight of 
35 g/m^, are processed there are no visible mlaminated areas. This is because these light- 
weight materials are thin and do not require as much energy (provided by heat as well as 
30 pressure) to bond the layers together. However, the resultant laminate can have an 
unattractive (non-tmiform) appearance and can even appear to be uneven and wrinkled. 
With knowledge of the invention, this irregular appearance can be attributed to the non- 
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uniform conditions present at each lamination point which lead to non-uniform 
lamination pressures at these points. 



Another commercial reason is that if a laminate is produced in-line by a spunbond 
5 material producer, the producer may use the same embossed calender roll in both the 
bonding and the laminating stages of manufacture. This would lead to the same bonding 
(and laminating) pattem being used in this manufacturing process. Accordingly, the 
producer may then simply accept what comes out of the process. 

10 If the manufacturer saw the appearance of these non-lamination effects and slowed down 
the whole lamination process to increase the dwell time at the nip, more energy in the 
form of heat would be put into the lamination process. If the material being laminated had 
a weight slightly above 50g/cm", such that it would normally show poor lamination 
effects, then the increased input energ>' may be sufficient to prevent the direct visual 

1 5 appearance of these effects, though not the acmai occurrence of differences in lamination. 
This may be a further reason why manufacturers have not addressed this problem 
previously. 

When using heavier and hence thicker materials, in particular when using embossed 
20 materials having a minimum weight of approximately 50 g/m^, the problem of blistering 
becomes readily apparent. In fact, the manifestation of the blistering effect appears to 
increase with increasing fabric thickness. If the problem had been noticed previously, 
altemative methods of lamination, for example continuous area lamination rather than 
discreet point lamination, may have been used to simply avoid the problem occurring. 
25 However, such alternative lamination processes each have other undesirable 
disadvantages in comparison with off-line point lamination. 

In the practical application of the present invention, the selection and degree of 
differentiation between the one or more characteristics may be arranged to maximise the 
30 amount of point mis-registration between the two patterns. When point mis-registration is 
maximised, the greatest degree of lamination occurs because the highest percentage of 
lamination points actually bond the first and second materials together. This 
advantageously increases value of a laminate peel-apart strength characteristic. 
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The selection and degree of differentiation between the one or more characteristics may 
be arranged to control the size of areas in the resultant laminate containing groups of 
adjacent points in each pattern which are in registration, in order to avoid the visual 
5 appearance of non-lamination effects, such as blistering, occurring in the resultant 
laminate. In particular, the areas are preferably smaller than 25 mm^. However, because 
the present invention enables total control of the resultant interference pattern caused by 
the emboss and lamination patterns, it is possible to produce any desired effects in the 
laminate. Accordingly, the patterns can be selected to produce, in a controlled manner, 
10 special effects in the laminate even such as predetermined areas of non-lamination, if 
required. Also various characteristics of the embossing pattern and lamination pattem can 
also be selected and differentiated to provide a resultant aesthetically pleasing finish on 
the surface of the laminate. 

15 The term characteristic is intended to mean any geometric parameter of the patterns 
which can be altered to effect a geometric difference between the emboss pattem and the 
lamination pattem. In the embodiments of the present invention, the characteristics of the 
patterns which may be differentiated, either individually or concurrently, are: the axes of 
alignment of the emboss points of the emboss pattem and of the lamination points of the 

20 lamination pattem, preferably when the axes are orthogonal to each other; the pitch 
between emboss points or between the lamination points; the percentage bond area of the 
emboss pattem or the percentage contact area of the point lamination pattem; and the 
shape or size of each emboss point of the emboss pattem or each lamination point of the 
point lamination pattem. 

25 

In an embodiment of the present invention, a lamination pattem on the calender roll is 
used that is significantly different from the embossing pattem of the components 
(material layers) being fed into the laminator. In particular, two pattems that are 
nominally the same, in order to give a desired aesthetic finish to the laminate, can be 
30 sufficiently differentiated, for the purposes of the present invention, simply by turning the 
orthogonal axes of one of the pattems so that groups of lamination points and emboss 
points are not coincident. 
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A limitation of the thermobonding process is that the components must have similar 
softening and melting points and be of similar chemical composition for adequate 
bonding to occur by heat and pressure. For instance, it is not possible to combine a 
5 polyethylene film with a polypropylene spimbond fabric by heat and pressure alone. The 
conventional solution to this problem is to use an adhesive lamination. 

Nearly ail adhesive lamination systems involve an adhesive being applied to one to more 
substrates. During the process, the materials might be heated and pressed together to form 
10 a bond and afterwards processed through a drier to evaporate off any solvents or carrying 
solutions. However, the problem with all adhesive systems is that they only apply the 
adhesive to the surface of the material. As a result, the bond is only as good as the 
adhesion of the adhesive to the surface of any one of the component materials. 

15 A new solution to the problem outlined above is to bond together dissimilar materials 
using the calender point bonding method described above in conjunction with the 
provision of a thermoplastic adhesive layer between the first and second materials. The 
adhesive can be provided as a coating on one of the first and second materials which can 
then be passed through a thermobonding calender that melts the adhesive as it passes 

20 through. Subsequent cooling of the laminate sets the melted adhesive thereby bonding the 
materials together. 

The thermoplastic adhesive layer and the first material, a polymer in this case, can pass 
through the thermobonding calender such that they are caused to melt together to form an 
25 integrated bond. The integrated bond can be considered to be formed by heat being 
transferred from the outside to the inside of the laminate and also by the adhesive effects 
spreading from the inside to the outside of the laminate. 

The significant difference between passing the materials between a flat nip and a point 
30 bonding nip is that the point bonding nip is designed to fiilly 'wet-out' the two surfaces to 
be bonded together. The term *wet-out' is used as an adhesives expert would use it, 
namely not implying that any water is involved but that the adhesive flows into intimate 
contact with the surfaces. A point lamination process applies frictional forces to due to 
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the localised pressure exerted at the lamination points as well as heat. The inventor 
considers that a degree of mixing of the components occurs at the lamination points, i.e. 
mixing of the adhesive and the two materials being laminated together. 

5 The second material preferably also comprises a thermoplastics material and can also be 
caused to melt to form part of the integrated bond. The integrated bond ensures integral 
strength in the laminate and provides a high peel apart resistance indicative of a strong 
lamination between the component layers of the laminate. 

10 In this process, adhesive bonding occurs predominantly at the lamination points of the 
roll and not in the intermediate areas which makes it possible to bond a very wide range 
of products. This confers significant advantages over all-over adhesive bonding with 
certain materials. For example, when bonding a moisture vapour permeable film to a 
fabric layer, the flexibility and moistare vapour permeability of the product may be 

1 5 retained to a greater extent. 

In the known production of breathable laminates, it is often necessary to apply the 
adhesive to one of the materials (usually the thinnest) in a discontinuous manner. This is 
because the materials are usually laminated together using a flat nip, namely by use of 

20 smooth calender bonding surfaces, which compresses the whole structure together. 
Conventionally, a discontinuous coating can be achieved by spraying or printing a 
discontinuous pattern of hot melt adhesive onto one of the materials. Also it is possible to 
powder coat adhesive onto the surface of a material by use of a dusting procedure. 
However, each of these methods involves additional cost and complexity in the 

25 lamination process. 

Advantageously, the present invention permits the use of a simple smooth transfer roll for 
transferring adhesive onto one of the materials without the need to ensure that the coating 
is discontinuous. The discreet point bonding effected by the lamination pattern on the 
30 calender roll ensures that the adhesive is only melted and sealed at discreet points thereby 
ensuring the desired breathability in the laminate. This advantageously obviates the need 
for a specialist discontinuous coating process. 
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It is also possible to achieve an acceptable adhesive bond using "unlike" polymers in each 
layer of the laminate. For example, it is not possible to achieve an acceptable bond 
between a spunbond fabric and a meltblown fabric using an adhesive in the conventional 

5 way because the surface of the meltblown fabric, which has short fibres, has no integral 
strength and therefore the adhesive v^ill peel away easily from the meltblown fabric. 
However, using an embossed thermobonding calender roll, a polypropylene spunbond 
material can be bonded well to a polypropylene meltblown material using an adhesive 
layer. It was also noted that, using the same adhesive, the polypropylene spunbond 

10 material achieved a better bond through this process than through a traditional laminator. 

Furthermore, it is possible to combine unlike polymers such as a cheap polyethylene film 
to a polypropylene spunbond material. This has the advantage of enabling the lamination 
process to operate at twice the normal speed because it would no longer be necessary to 
15 worry about dwell time. Thus it is possible to laminate together a first material having a 
chemical composition which is unsuitable for bonding to the second material by heat and 
pressure alone. 

There is another significant advantage to using an adhesive as described above: it 
20 becomes possible to bond thermoplastics materials to non-thermoplastics materials, for 
example technical nonwoven materials to woven textile materials such as fabric finishes. 
More specifically, using an adhesive in a point bonding process it is possible to laminate 
a meltblown nonwoven material to a cotton fabric whereby the bonding points on the 
meltblown have their microfibres melted into a film. The resultant laminate can be used 
25 as an allergy barrier textile, for example. 

Thus, it is to be appreciated that using adhesive point lamination, the first and/or second 
materials may comprise discontinuous fibres which are melted by the lamination process 
to form a film at the adhesive lamination points. 

30 

Alternatively, the textile material can be point laminated to a polymer film using the 
adhesive layer and a spunbonded material could be point bonded to the polymer film all 
in a single pass through a laminator. The resultant laminate has use for applications such 
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as leisurewear. Also this process advantageously enables the manufacture of very low- 
cost breathable fabrics for the garment industry. 



A small amount of thermoplastic adhesive may also be an advantage when bonding 
similar materials together. In these circumstances, the bonding of the components may be 
enhanced by a combination of thermal bonding of components with similar melting 
points and composition supplemented by thermoplastic adhesive bonding activated at the 
lamination points. 

Preferably, the lamination conditions are selected to melt and then subsequently set on 
cooling the thermoplastic adhesive Ia>er in a single pass through the thermobonding 
calender. This speeds up the lamination process and obviates the need for a separate 
drying stage. The adhesive is preferably one or more of an acrylic adhesive, a hot melt 
adhesive, a netting adhesive or a powder adhesive. 

The above advantages can also be realised in another different aspect of the present 
invention, namely in a method of laminating a first polymer material to a second material 
by use of a thermoplastic adhesive layer, wherein the thermoplastic adhesive layer, the 
first polymer material layer and the second material layer are passed through a point 
lamination calender and at least the adhesive and thermobonding layer are caused to melt 
together at the lamination points to fomi respective integrated bonds. 

Preferably, the point lamination method according to the first aspect of the present 
invention further comprises coating the first material, the second material or the laminate 
with a chemical composition to import specific properties to the laminate. This is 
particularly useful where fire-retardant fabrics are required or laminates having a 
particular customer-specified finish. 

The first material may comprise a nonwoven spunbonded textile which is preferably a 
polymer selected from the group comprising polypropylene, polyethylene, polyester or 
polyamide. If the first material has a weight of 50 gW or more, then the visual 
differences between the present invention and the prior art are more readily apparent. 
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The second material may comprise a thin film, having a weight of less than 50 g/m^, and 
is preferably a polymer selected from the group comprising polypropylene, polyethylene, 
polyester or polyamide. 

5 

As mentioned earlier, the visual appearance of these effects is also dependent, to a lesser 
degree, upon the dwell time of the materials at the nip. If the material is being laminated 
at a slower speed (longer dwell time), more heat energy is put into the lamination process 
than if the lamination were proceeding at a higher optimum speed. Accordingly, the 

10 blistering effects which are visible when a SOg/m"^ material is laminated at the optimal 
speed would now not be visible. However, this does not change the fact that the relative 
degree of lamination at the in register points and the out of register points is still 
significantly different. For commercial reasons there is a limit to which the lamination 
process can be slowed down and so the amount of variation of this border between the 

15 visibility and non-visibility of these effects can only be altered to a relatively small 
degree. 

Two component films (two ply laminates) can be quite sensitive to the percentage of in- 
register areas. Using low-weight spunbonded fabrics this problem can be avoided but this 

20 leads to another problem in the damage of the low-weight spunbonded fabrics. One 
solution is to use a very thin fabric layer as a third layer in the laminate and to protect the 
thin third layer with the second layer. Three layer laminate is very strong and protects the 
second layer which is now sandwiched between the first and third layers. Accordingly, 
the method of the present point lamination invention may further comprise providing a 

25 further layer between first and second materials. The further layer is preferably a 
microfibre layer, a non-plastics fabric or a continuous thin film. 

In the above described method according to the present invention, the lamination is 
effected by use of a thermobonding calender, the first material may have an emboss 
30 pattern which is non-symmetrical about a line transverse to an axis of rotation of a 
calender roll of the calender, and the first material may be reversible in orientation to 
present an emboss pattern having different pattern characteristics to that presented when 
the first material is not reversed. 
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Reversal of the first embossed material provides different resultant qualities in the 
laminate and can be achieved by simply turning over the first material so that its 
alternative surface is presented to the lamination calender roll. The advantage of this is 
5 that it is then possible to use a single emboss pattern on an embossed material to produce 
two quite different types of laminate which can provide large savings in cost because a 
single type of material need only be purchased in bulk to provide the two required types 
of laminate. 

10 Preferably the reversed embossed pattern is sufficiently different to the non-reversed 
embossed pattern to provide under the same process conditions a different pressure 
distribution across the laminate. This enables from the reversal of a single pattern to 
obtain different laminate characteristics. For example, the non-reversed first material 
laminate may be substantially impermeable to water, whereas, the reversed first material 

15 laminate may be porous. Accordingly, the difference in pressm-e distributions preferably 
leads to perforation of the laminate when the first material is reversed and non- 
perforation when it is not reversed in orientation. 

It is to be appreciated that the same effects of the first material pattern reversal may be 
20 achieved by 'relative reversal' of the pattem on the calender roil. In this case, the 
lamination pattem would have to be non-symmetrical about a line parallel to the axis of 
rotation of the calender roll. 'Relative reversal' could be achieved by reversing the 
rotation of the calender roll with respect to the materials to be laminated. 

25 The present invention extends to an apparatus for laminating a first material having an 
emboss pattem formed thereon, to a second material, the apparatus comprising a 
lamination means for bonding the first and second materials together at discreet points, 
wherein the lamination means provides a point lamination pattem having one or more of 
its characteristics selected to be different to a corresponding one or more characteristics 

30 of the emboss pattem so as to control, during lamination, the amovmt of point mis- 
registration between the two patterns. 
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The first and second materials are preferably continuous sheets of material and the 
apparatus is preferably arranged to form a continuous laminate. Here the term continuous 
is a relative term which is intended to mean the length of the sheet is several orders of 
magnitude greater than the width of the sheet. 

5 

In an embodiment of the present invention, the materials are provided in the form of 
v/ound rolls and the apparatus comprises means for unwinding and flattening the 
materials prior to lamination. Furthermore, the lamination means comprises an embossed 
thermobonding calender roll. 

10 

The apparatus may further comprise means for cooling the laminate after the lamination 
process. Also, the apparatus may further comprise means for treating the laminated 
material with a chemical composition after the lamination process, 

15 According to another aspect of the present invention there is provided a method of point 
bonding two lamina together, the method comprising: selecting an emboss pattern, which 
is applied to one of the lamina, selecting a point bonding pattern, which is to be used for 
bonding the two lamina together, and point bonding the two lamina together using the 
point bonding pattem, wherein the selection steps are arranged to differentiate a 

20 characteristic of the two pattems to establish a predetermined amount of point mis- 
registration between the two pattems. 

Presently preferred embodiments of the present invention will now be described by way 
of example with reference to the accompanying dravmigs. In the drawings: 

25 

Figure 1 is a schematic diagram showing the process involved in the manufacture of a 
spunbonded fabric; 

Figure 2 is a schematic enlarged sectional view of calender system used in the process of 
30 point bonding a loose web of fibres; 
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Figure 3 is a schematic enlarged sectional view of a thermobonding calender apparatus 
showing a lamination pattern defined by bosses of a calender roll in registration with the 
embossed points of a point bonded fabric; 

5 Figure 4 is a schematic enlarged sectional view of calender apparatus showing a 
lamination pattern defined by bosses of a calender roll out of registration with the 
embossed points of a point bonded fabric; 

Figure 5 is a plan view of a 19% square 45°/45° standard emboss pattem of a point 
10 bonded fabric used in a prior art lamination process; 

Figure 5 A is a plan view of the resuhing interference pattem obtained by laminating the 
point bonded fabric and a calender roll having similar pattems as shown in Figure 5 in a 
prior art lamination process; 

15 

Figure 6 is a schematic diagram showing a three stage lamination apparatus arranged to 
carry out each of the embodiments of the present invention; 

Figure 7 A is a plan view of a 19% square 45°/45° emboss pattem of a point bonded 
20 fabric having a pitch of approximately 2.1mm as used in a first embodiment of the 
present invention; 

Figure 7B is a plan view of a 19% square 45°/45° lamination pattem of a point 
lamination calender roll having a pitch of approximately 1.75mm used in the first 
25 embodiment of the present invention; 

Figure 7C is a plan view of the resulting interference pattem of the first embodiment 
created by laminating the point bonded fabric of Figure 7 A using the point lamination 
pattem of the calender roll of Figure 7B; 

30 

Figure 8 A is a plan view of a 19% square 6Q°/30° emboss pattem of a point bonded 
fabric used in a second embodiment of the present invention; 



16 



wo 00/09333 



PCT/GB99/01356 



Figure 8B is a plan view of a 19% square 45^/45 " lamination pattern of a point 
lamination calender roll used in the second embodiment of the present invention; 

5 Figure 8C is a plan view of the resulting interference pattern of the second embodiment 
created by laminating the point bonded fabric of Figure 8A using the point lamination 
pattern of the calender roll of Figure 8B; 

Figure 9A is a plan view of a 9% roimd 60°/30° emboss pattern of a point bonded fabric 
1 0 used in a third embodiment of the present invention; 

Figure 9B is a plan view of a 19% square 45°/45° lamination pattem of a point 
lamination calender roll used in the third embodiment of the present invention; 

15 Figure 9C is a plan view of the resulting interference pattem of the third embodiment 
created by laminating the point bonded fabric of Figure 9A using the point lamination 
pattem of the calender roll of Figure 9B; 

Figure 10 is a plan view photomicrograph of the surface of the laminate created by 
20 laminating the point bonded fabric of Figure 9A using the point lamination pattem of the 
calender roll of Figure 9B 

Figure 11 is an angular view photomicrograph the laminate of Figure 10; 

25 Figure 12 is a cross-sectional view photomicrograph of the surface of the laminate of 
Figure 10 showing a lamination point that is partially in register with an emboss point of 
the fabric layer; 

Figures 13A and 13B are schematic cross-sectional views of a conventional embossed 
30 material in different lamination orientations; 
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Figure 14 is a plan view of a 9% round eO^'/SO" emboss pattern of a point bonded fabric 
showing its line of symmetry in relation to the axis of rotation of a thermobonding 
calender roll; 

5 Figure 15A is a plan view of emboss pattern of a 19% square 45°/45° lamination pattern 
of a point lamination calender roll used in the fourth embodiment of the present 
invention; 

Figure 15B is a plan view of emboss pattern of a 9% round 60°/30° a point bonded fabric 
1 0 used in a fourth embodiment of the present invention; 

Figure 16A is a plan view of the resulting interference pattern of the fourth embodiment 
created by laminating the point bonded fabric of Figure 15B using the point lamination 
pattern of the calender roll of Figure 15 A; 

15 

Figure 16B is a plan view of the resulting interference pattern of the fourth embodiment 
created by reversing the point bonded fabric of Figure 15B and then laminating the same 
using the point lamination pattern of the calender roll of Figure ISA; and 

20 Figure 17 is a cross-sectional view photomicrograph of the surface of a three component 
laminate made as a modification of the first, second or fourth embodiments. 

Referring to Figure 6, there is shown a lamination apparatus which is used in carrying out 
each of the preferred embodiments of the present invention. 

25 

The lamination apparatus 28 comprises three different sections 30, 32, 34. In the first 
section 30, two materials to be laminated are provided and are individually put into 
condition for laminating. In the second section 32, the two materials are brought together 
and laminated. In the third section 34 the laminated materials are collected for subsequent 
30 finishing processes. Each of these three sections is now described in greater detail. 

The first section 30 includes a first feeder core 36 and a second feeder core 38 situated at 
one end of the lamination apparatus 28. The first feeder core 36 retains a roll of embossed 
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material 40 having an emboss pattern 41 with a plurality of emboss points 42 provided 
thereon, whereas the second feeder core 38 holds a roil of non-embossed material 43 
which is to be laminated with the embossed material 40. 

5 The embossed material 40 is drawn off the first feeder core 36 and is unwound by seven 
flattening rollers 44 which are arranged to form a tortuous path for the embossed material 
40 to travel through to reach the second section 32 of the apparatus 28. The purpose of 
the seven flattening rollers 44 is to flatten the previously wound embossed material 40 
and to maintain tension in the supply of the embossed material 40 to the second section 
10 32. 

The non-embossed material 43 is drawn off the second feeder core 38 and is unwound by 
four flattening rollers 46 which are arranged to provide a tortuous path for the non- 
embossed material 43 from the second feeder core 38 to the second section 32. These 

15 four flattening rollers 46 provide tensioning and assist in the flattening of the non- 
embossed material 43. The last of these four flattening rollers, closest to the second 
section 32, is a motor-driven spreader roller 48 which has special formations for laterally 
spreading the non-embossed material 43 along the axis of the spreader roller 48. A 
spreader roller is used for the non-embossed material 43 because it is usually of a 

20 lightweight type and so has a tendency to crease or gather towards its centre. 

Whilst in the above described apparatus 28 groups of seven and four rollers 44, 46 have 
been used, any number in any configuration could be used as appropriate to effect 
flattening of the embossed and non-embossed materials and to provide sufficient 

25 tensioning. In general, the shorter the distance from the feeder core 36 to the second 
section 32 the better. However, because in practice the feeder core 36 must be a certain 
distance away from the second section 32, then the tendency of the material to crease can 
be significantly reduced by passing it through a tortuous path using the rollers 44, 46. 
Also these rollers 44, 46 allow for handling of the materials without detrimental effect to 

30 the process. 

The second section 32 comprises two motor-driven oil-heated calender rolls 50, 52 which 
are located vertically adjacent each other with the rolls just touching each other when no 
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material is provided between them. The point of contact between the calender rolls 50, 52 
provides a nip 54 through which the previously flattened embossed and non-embossed 
materials pass. In use, the two calender rolls 50, 52 are held apart by the materials being 
processed, to an extent dependant primarily on the thickness of the materials and the set 
pressure. 

Heating of both the upper and the lower calender rolls 50, 52 is achieved by 
thermostatically regulating the temperature of oil passing through each calender roll. The 
calender rolls 50, 52 are heated to temperatures which are dependent upon the melting 
point of the materials being laminated. For example, if the materials comprise 
polypropylene which has a melting point of 165°C, the oil of the upper calender roll 50 is 
maintained at a temperature of 173°C and the oil of the lower calender roll 52 is 
maintained at a temperature of 153°C. These oil temperatures provide a temperature at 
the calender roll surface which is just below the melting temperature of the materials 
being laminated. 

The pressure applied by the calender rolls 50, 52 to the materials 40, 43 can be varied. In 
order to determine the pressure actually applied in the process, pressure readings can be 
taken at the calender rolls' hydraulic valves (not shown) which attempt to maintain a nip 
size of zero during the lamination process. The application of pressure to the two 
materials and the rotation of the calender rolls causes the material to be pulled into the 
nip 54. Typically, the pressure is set to level which equates to 50 to 70 Kg/cm. This is a 
one dimensional value because it is dependent on the width of the materials being 
laminated. For a set pressure level, a higher pressure is applied by the calender rolls 50, 
52 to a narrow material than to a fiill width one. 

In use, the heat and the pressure applied by the calender rolls 50, 52 at the nip 54 act to 
laminate the two materials 40, 43 together. The speed of rotation of the calender rolls 50, 
52 is kept constant and has to be considered with other factors such as the pressure 
applied, the melting point of the materials used and the temperature of the lamination 
process. The calender roll speed determines the amount of time the two materials are 
subject to the pressure and heat at the nip 54, Accordingly, the speed has to be set to 
ensure enough exposure time is given for the heat and pressiure lamination to occur. 



20 



wo 00/09333 



PCT/GB99/01356 



In order to effect lamination, the upper calender roil 50 has a plurality of raised bosses, 
each boss providing a lamination point 55. The bosses are arranged in a pattern, 
hereinafter referred to a lamination pattern 56, on the surface of the upper calender roll 50 
5 whilst the lower calender roll 52 has a smooth surface. (The precise details of the 
lamination pattern 56 used are described later in this description together with details of 
the interaction between the lamination pattern 56 and the emboss pattern 41 of the 
embossed material 40.) The two materials 40, 43 are point bonded (point welded) 
together at the nip 54 where raised bosses of the upper calender roll 50 compress the 
10 materials against the smooth surface of the lower calender roll 52. The heat of the 
calender rolls 50, 52 melts the fibres in each of the embossed and non-embossed 
materials 40, 43 and, together with the pressure applied at lamination points 55 of the 
lamination pattern 56, acts to create a point-bonded laminate 60 of the two supplied 
materials 40, 43. 

15 

The third section 34 comprises a removable finishing core 62 onto which the laminated 
material 60 can be wound after it leaves the nip 54. The finishing core 62 is rotated by a 
motor to collect the laminate. The speed of rotation is automatically varied to ensure that 
the speed of winding the laminate onto the finishing core matches the speed of lamination 
20 of the materials 40, 43 at the second section 32. 

In between the finishing core 62 and the nip 54 of the second section 32, a printing device 
64 is provided for printing the company identifier and/or a laminate descriptor onto the 
laminate. Also provided is a treatment device (not shown) which, when required, treats 

25 the laminate with a chemical for imparting specific qualities to the laminate 60, for 
example, the treatment chemical comprises a fire retardant or chemical protector. The 
laminate 60 passes over six rollers 66 which are arranged to form a tortuous path for the 
laminate 60 to travel through to reach the finishing core 62. Two of these rollers are 
motor-driven cooling rollers 68 provided in an s-shaped configuration. These rollers 66, 

30 68 cool the laminate 60 and to allow it to set prior to collection on the finishing core 62. 

Once a complete roil of the finished laminate 60 is obtained, it can be removed and taken 
to a cutting device (not shown). The cutting device trims off the edges of the laminate 60 
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to provide a customer-detemxined width of laminate. Trimming the edges in this way 
obviates the need for accurate registration of the widths of the embossed and non- 
embossed materials 40, 43 during the lamination process and also allows for non- 
equivalent widths of embossed and non-embossed materials to be used. 

It is to be appreciated that the laminating apparatus 28 described above can be used to 
laminate a wide variety of materials. The particular selection of characteristics (geometric 
parameters) of the lamination pattern 56 on the upper calender roll 50 and of the emboss 
pattern 41 on the embossed material 40 not only establishes the way in which the 
supplied materials will bond together to form the laminate 60, but also determines some 
of the important functional qualities of the laminate 60. hi particular, control of the 
degree of mis-registration of the points of each pattern, i.e. non-overlap of emboss points 
42 and lamination points 55, controls the effectiveness of the lamination process: the 
most effective point lamination taking place when the points 42, 55 are out of registration 
and minimal lamination occurring if the points 42, 55 are in register. Control of this 
interference or interaction between these two pattems 41, 56 can be used to enhance 
functional properties, such as permeability, of the laminate. 

The geometric characteristics of the emboss pattern 41 and the lamination pattern 56 
which are varied in the presently preferred embodiments to produce the desired effects 
are: the orthogonal pattern axes, the pitch (the pitch between emboss points), and the 
percentage bond area. It is to be appreciated that varying some of these factors can effect 
the values of other factors. For example, varying the pitch will affect the percentage bond 
area if the size of each emboss point 42 is to be kept constant. Ahemativeiy, if the 
percentage bond area is to be kept constant, then varying the pitch will affect the size of 
each emboss point 42. Other conventional factors such as material weight per square 
metre which determines the thickness of the material, and chemical composition of the 
material can also be selected in order to provide different laminate properties. 

The following presently preferred embodiments of the invention utilise the above 
described apparatus and accordingly, further description of the apparatus is omitted. 
However, the various characteristics of the two pattems 41, 56 used are varied from 
embodiment to embodiment to give different interference results as is described below. 
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It is also to be appreciated that in the presently preferred embodiments, the embossed 
material 40 is made from a spunbond or spunlaid process whereby filaments are bonded 
together to form a continuous sheet or web. Accordingly, the emboss pattern 41 for these 
5 materials is hereinafter referred to as a bonding pattern 4 1 . 

A first embodiment of the present invention is now described with reference to Figures 
7A, 7B and 7C. In this first embodiment, the lamination pattern 56 on the calender roll 50 
and the bonding pattern 41 on the embossed material 40 have matching pattern axes x, y, 

10 and X, Y but different pitches. Figure 7 A shows the bonding pattern 41 on the embossed 
material 40 which is a spimbonded poh^propylene fabric having 19% bond area, namely 
where 19% of the area of the fabric is point bonded during its manufacture. The weight of 
the fabric is 70 g/m^. The bonding pattem 41 comprises an array of square-shaped bond 
points 42 having a pitch of approximately 1.75 mm. The array of bond points 42 have 

15 orthogonal axes X, Y which are each off-set by 45° to the rotational axis R of the 
calender roll 50. 

The lamination pattem 56 on the calender roll 50 is illustrated in Figure 7B and has a 
19% contact area. The lamination pattem 56 comprises an array of square-shaped 
20 lamination points 55 with a pitch of approximately 1 .75mm. As with the bonding pattem 
41 of the embossed material 40, the lamination pattem 56 has orthogonal axes x, y which 
are each offset by 45° to the rotational axis R of the calender roll 50. This pattem 56 is 
one of the most frequently used in the off-line lamination processes. 

25 The above described fabric (embossed material) 40 is laminated with a plain lightweight 
polypropylene film non-embossed material) 43, which has a weight of 25 g/m^. During 
lamination, the patterns on the fabric 40 and on the calender roll 50 create an interference 
pattem 70 which is seen in the resultant laminate 60 as shown in Figure 7C. As described 
earlier, the areas where the two patterns 41, 56 are out of registration (O) represents 

30 optimal bonding between the fabric 40 and the film 43. However, in areas where the 
patterns 41, 56 are in register (I), bonding between the fabric 40 and the film 43 is not 
optimal, if there is any bonding at all. Nevertheless, the prior-art problems of large areas 
of the laminate 60 not being bonded together is avoided because the size of areas of point 
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registration between the patterns 41, 56 are kept to a predetermined maximum wiiich is 
smail enough to avoid the problem occurring . 



The applications for such a laminate are numerous. For example, the laminate could be 
used for roofing underlay, or other applications in the building industry, for bedding 
protection or for protective wear garments. 

Referring now to Figures 8 A, 8B and 8C, a second embodiment of the present 
embodiment is now described. In this second embodiment, the lamination pattern 56 on 
the calender roil 50 and the bonding pattern 41 on the embossed material 40 have 
matching bond/contact areas but different pattern axes X, Y, x, y. This embodiment is 
useful in demonstrating how to implement the present invention when it is desired to 
utilise two pattems 41, 56 which are nominally the same. In this case, these patterns 41, 
56 can be sufficiently differentiated by simply turning the orthogonal axes X, Y of one of 
the pattems 41, 56 so that the bonding points 42 are not substantially coincident with the 
lamination points 55. As varying the lamination pattern 56 on the calender roll 50 would 
be an expensive implementation, it is more practical to vary the bonding pattern 41 on the 
embossed material 40 with knowledge of the lamination pattern 56 in order to achieve the 
require differences. This is because the material can be supplied with a specified emboss 
pattern by a spunbond material manufacturer, and also the cost of providing the required 
difference between the pattems can be substantially borne by the spunbond material 
manufacturer. 

Figure 8 A shows the bonding pattern 41 on the embossed material 40 which is a 
spunbonded polypropylene fabric having 19% bond area. The weight of the fabric is 70 
g/m^. The bonding pattern 41 comprises an array of square-shaped bond points 42 having 
a pitch of approximately 1.75mm. The array of bond points 42 have orthogonal axes X, Y 
which are off-set by 30° and 60° respectively to the rotational axis R of the calender roll 
50. 

The lamination pattern 56 on the calender roll 50 is illustrated in Figure 8B and is the 
same as that for the calender roll 50 described in the first embodiment. The important 
characteristics to note are that the lamination pattem 56 has a 19% contact area and 
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orthogonal axes x, y which are each offset by 45° to the rotational axis R of the calender 
roll 50. 

Figure 8C illustrates an interference pattern 72 obtained in the resultant laminate 60 when 
5 the above described fabric 40 is laminated with a relatively thin, lightweight (25 g/m^) 
polypropylene film 43. As will be appreciated from consideration of Figure 8C, there are 
no large areas of bonding points 42 and lamination points 55 in register. Rather, in the 
resultant interference pattern 72 there are small groups 74 of approximately four adjacent 
point locations at which the lamination . points 55 and the bonding points 42 are in 
10 register. Surroimding each of these groups 74 of four in-register point locations is a group 
76 of out-of-register locations at which the lamination points 55 and the bonding points 
42 are out of register. The number of adjacent in-register locations is sufficiently small to 
avoid the formation of unlaminated blisters. 

15 Referring to Figures 9A, 9B, 9C, 10, 11 and 12, a third embodiment of the present 
invention is now described. One way in which this embodiment differs from the previous 
embodiments is that three materials are laminated together to form a desired three-ply 
laminate 60. The third material 80 is supplied in a similar manner in which the above 
described non-embossed material 43 is supplied, namely from a conesponding core with 

20 an appropriate number of imwinding and spreading rollers (not shown). This third 
material 80 comprises an embossed light\veight (17 g/m^) spunbond fabric. 

In this embodiment, the lamination pattem 56 on the calender roll 50 and the bonding 
pattern 41 on the embossed material 40 are dissimilar in both percentage bond/contact 

25 area and orientation and hence do not have groups of plural lamination/bonding points 
42, 55 in register. More particularly, a standard lamination pattem 56 on the calender roll 
50 as described in the first and second embodiments is used, namely a lamination pattem 
56 with a 19% contact area and orthogonal axes x, y which are each off-set by 45" from 
the rotational axis R of the calender roll 50 as shown in Figure 9B. The embossed 

30 material 40 is a spunbonded polypropylene fabric with an approximate 9% bond area and 
an array of circular-shaped bond points 42 having a pitch of approximately 1.75mm. This 
fabric 40 has a weight of 70 g/m^ with the array of bonding points 42 having orthogonal 
axes X, Y which are off-set by 30" and 60° respectively to the rotational axis R of the 
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calender roll 50 as shown in Figure 9A. The non-embossed material 43 (lightweight film) 
used in this embodiment is the same as that described in the first and second 
embodiments. 

5 The overall visual appearance of the laminate 60 is not significantly affected by the bond 
points 42 of the embossed material 40 being circular or square-shaped. The dominant 
factor governing the appearance of the laminate 60 is the resultant interference pattern 
formed by the lamination of two different patterns which, in tum, depends on other 
pattern variables, i.e. differences in pitch between points 42, 55 of the patterns 41, 56 and 
10 the relative angles between the axes of the patterns 41, 56. However, the use of different 
emboss point shapes makes it easier to differentiate between the two pattems 41, 56 for 
the puiposes of description. 

Figure 10 is a photomicrograph of a part of the surface of the laminate 60 formed by the 
15 third embodiment and Figure 9C is a point diagram showing the resulting interference 
pattern 82. As Figure 9C and Figiire 10 clearly show, there are no groups of plural 
adjacent bonding point/lamination point pairs in register. When a bonding point 42 and a 
lamination point 55 are in register, as illustrated by point location A, the bonding points 
42 and lamination points 55 immediately adjacent to the in-register point location A are 
20 either not in register or only partially in register. 

The effect of the lamination interaction between the two different pattems 41, 56 is 
further illustrated in Figure 1 1 which is a photomicrograph of the surface of the resultant 
laminate 60 taken at an angle to reveal three-dimensional aspects of the interference 
25 pattern 82. The lamination points 55 are visible as square-shaped depressions labelled A 
while the bonding pattern 41 of the fabric 40 is visible by the reflected light of the 
circular-shaped bonding points 42 which are labelled B on the surface of the fabric 40. 

Figure 12 is a photomicrograph of a cross-section of a lamination point 55 that is partially 
30 in register with a bonding point 42 on the fabric 40. The fabric 40 can be seen to be 
bonded to the film layer 43 and the third material 80 at the area indicated by A where 
portions of the lamination point 55 and the bonding point 42 are not in-register. However, 
in the area of the fabric 40, indicated by B, the fabric 40 is not laminated to the film layer 
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43 or the third layer 80 and is separated from it because the other portion of the bonding 
point 42 is in registration with a corresponding portion of the lamination point 55. 

A fourth embodiment of the present in^'ention is now described with reference to Figures 
5 13 A, 13B, 14, 15 A, I5B, 16A and 16B. In this embodiment, the orientation of a given 
embossed material 40 is reversed prior to presentation to the calender roll 50 to produce 
significantly different results in the laminate 60. In order to better understand the 
principles involved with this aspect of the present invention, a short description of a 
comparative case is first described. 

10 

Conventionally, the orientation of the embossed pattem has not been an issue in the 
lamination process. This is because the most commonly used emboss pattem 41 and 
lamination pattem 56 have involved utilising a 45745° square-bonded pattem, namely a 
pattem with its orthogonal axes X, Y each at 45" to the rotational axis R of the calender 

15 roil 50. In such cases, the interference pattem between the lamination pattem 56 of the 
calender roll 50 and the bonding pattem of the embossed material 40 will be similar 
irrespective of which surface of the fabric is presented to the calender roll 50 of the 
laminator. This is clearly shown in Figures 13A and 13B where it can be seen that for 
either orientation of the embossed material 40, sufficient support for forming a secure 

20 weld to the non-embossed material 43 at a lamination point 55, will only be available at 
the parts 84 of the embossed material 40 where it is free of a bonding point 42, The 
positions of these parts 84 of the embossed material 40 do not change on orientation 
reversal. This is because the 45745° square bonding pattem 41 has a line of symmetry 
along the centre of the pattem as indicated by the line A-A on Figure 5, namely along a 

25 line orthogonal to the axis of rotation R of the calender roll 50. A roimd bonding pattem 
41 aligned along 45°/45° angles would also have a similar line of symmetry and therefore 
show the same effect on turning the material over. 

If the bonding pattem 41 has does not have a line of symmetry which is orthogonal to the 
30 axis of rotation R of the calender roll 50, for example, if the bonding pattem 41 on the 
embossed material 40 has X and Y axes aUgned at angles other than 45° to the rotational 
axis R, then the interference pattem between the bonding points 42 of the fabric 40 and 
the lamination points 55 will be different depending on which surface of the fabric 40 is 
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present to the calender roll 50 during lamination. An example of a pattern (a 60°/30° 
bonding pattern 41) not having such an orthogonal line of symmetry is shown in Figure 
14, where the line of symmetry of the pattern is marked by the line B-B. 

In the present embodiment, the results of both reversing and not reversing the embossed 
material 40 are now presented. Figures 15A and 15B respectively show a 19% pattern 56 
of square-shaped lamination points 55 which has orthogonal axes x, y that are each off- 
set by 45° from the rotational axis R of the calender roll 50 and a 9% bonding pattern 41 
of circular-shaped bonding points 42 w^hich has orthogonal axes X, Y that are off-set by 
30° and 60° respectively to the rotational axis R of the calender roil 50. The pitch P 
between the lamination points 55 and the bonding points 42 is 1.75mm for both patterns 
41, 56. In addition, the embossed material 40 comprises a 70 g/m^ spunbonded 
polypropylene fabric and the non-embossed material 43 comprises a 25 g/m^ 
polypropylene film. 

Figure 16A illustrates the interference pattern 88 resuhing from overlaying the 19% 
lamination pattern 56 and the 9% bonding pattern 41. The effect of turning the embossed 
material 40 over is illustrated in Figure 16B. The 60°/30° angle of the bonding pattern 41 
generates a different interference pattern 90 on turning the embossed material 40 over. 
While the interference patterns 88, 90 can be demonstrated by overiaying the relevant 
pattern representations, as illustrated in Figures i6A and 16B, the actual three- 
dimensional visual appearance of the resultant laminate 60 cannot be appreciated by these 
means. 

Two additional effects influence the visual appearance of the resultant laminate 60: the 
three dimensional effect of the lamination pattern 56 and the pattern of reflected light 
from the bonding points 42 on the fabric 40 that are not in register with the lamination 
points 55. This latter effect is particularly prominent when the smooth side of the 
embossed material 40 is presented to the calender roll 50, i.e. if the embossed material 40 
of Figure 3 were turned over, as illustrated in Figure 13B. 

In the interference pattern 90 illustrated in Figure 16B there are larger groups of adjacent 
point locations at which the lamination points 55 and the bonding points 42 are 
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substantialiy in register (I) (approximately twelve) than in the interference pattern 88 
shown in Figure 16A (approximately four). In both these laminates 60, the numbers of 
adjacent in-register points (I) in each group is sufficiently low to avoid the foimation of 
unlaminated blisters. However, a further imexpected phenomenon has been observed 
5 which is described below. 

When processing the 70 g/m^ spunbonded polypropylene fabric 40 and the 25 g/m^ 
polypropylene film 43 arranged in the configuration illustrated in Figure 16A, a good 
quality laminate 60 was produced. For many applications a good quality laminate 60 is 
10 one in which the components are welded together and there is no damage to the film layer 
43 so that it is still able to form a barrier to water of other liquids. The laminate 60 made 
as illustrated in Figure 16A had a hydrostatic head >200cm when tested by ISO 811 (a 
liquid pressure impermeablity test). 

15 Under the same processing conditions, the unlaminated 70 g/m^ fabric 40 was turned over 
and the lamination process carried out so that the resultant laminate 60 was configured as 
illustrated in Figure 16B. On testing the resulting laminate 60 it was found that the water 
barrier properties were considerably worse and leakage occurred at hydrostatic head 
values as low as 60cm water when tested by the same ISO 811 method. This was a 

20 surprising observation and was verified by repeated experiments to confirm that the 
phenomenon was not a random effect. 

In the configuration illustrated in Figure 16 A, the 70 g/m^ embossed material 40 
presented its embossed pattern 41 to the calender roll 50 as illustrated diagrammatically 
25 in Figures 3 and 4. Since it is this configuration which gave good barrier properties, the 
phenomenon cannot be attributed to any effect such as lack of cushioning where the 
lamination points 55 of the calender roll 50 enter the "well" of the emboss points 42 of 
the embossed material 40. The explanation of this phenomenon is believed to lie in the 
pressure distribution of the lamination points 55 during the lamination process. 

30 

Poor lamination which is generally observed in areas where the emboss points 42 are in 
register, which results, in the worst cases, in blisters of unlaminated material, are 
evidence that the pressure exerted by the in-register lamination points 55 is lower than 
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those that are out of register with the bonding pomts 42 of the fabric 40, as has been 
explained previously. It follows that the pressure of the calender roll 50 is exerted 
through the remaining lamination points 55 that are out of register. The more lamination 
points 55 that are in register, the fewer the lamination points 55 through which the 
pressure of the calender roll 50 can be exerted and the higher the pressure per lamination 
point. Accordingly, for the configuration of Figure 16B, the 25 g/rr? film 43 is being 
damaged by too high an effective pressure from the calender roil 50 even though the 
process pressure as indicated by hydraulic valves of the calender roll 50 is unchanged. 



10 Whilst the first second and fourth embodiments describe the lamination of two layers, it 
is also possible to adapt these embodiments to laminate at least one extra layer. For each 
additional layer required, this could be carried out by simply adding an extra embossed 
material roil on an additional feeder core with the appropriate number of flattening and 
spreading rollers, in the first section 30 of the lamination apparatus 28. For example, a 

15 polypropylene film could be laminated in between two spunbonded polypropylene 
materials. By way of example. Figure 1 7 shows a photomicrograph of a three-component 
laminate in cross-section, made by off-line thermal lamination. Surface A is a 70 g/m^ 
spunbonded polypropylene fabric, surface B is a 17 g/m^ spunbonded polypropylene 
fabric and the central layer C is a 25 g/m^ polypropylene film sandwiched between the 

20 two outer layers A, B. 



The cross-section has been cut across the lamination points D (55) so that the lamination 
points D (55) are visible and show the three components A, B, C bonded together by a 
combination of heat and pressure. The array of bonding points of the 70 g/m^ fabric is not 
25 shovm in this figure. Li between the lamination points D (55) at E, the filaments of the 
spunbonded fabric are visible and it may be seen that, in these areas, they are not bonded 
to the central film layer C. 

A fifth embodiment of the present invention is now described. In this embodiment 
30 dissimilar materials can be laminated together using the calender roll 50 point laminating 
apparatus described above in conjimction with a thermoplastic adhesive layer. An 
adhesive in the fonn of an acrylic adhesive, a hot melt adhesive, netting or powder can be 
used. The adhesive is applied to one of the materials 40, 43 by means of a transfer roll 
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(not shown). The coated material is then passed through the thermobonding calender rolls 
50, 52 with the other one of the materials, which melt the adhesive as it passes 
therethrough. As the materials leave the calender rolls 50, 52 the laminate is cooled and 
the melted adhesive sets, bonding the materials 40, 43 together. 

In this process, adhesive bonding occurs predominantly at the lamination points 55 of the 
calender roil 50 and not in the intermediate areas which makes it possible to bond a very 
wide range of products. The following two examples illustrate this adhesive point 
bonding process. In the first example, a moisture vapour permeable film is bonded to a 
fabric layer, in order to retain the flexibility and moisture vapour permeability 
characteristics of the component layers. In a second example, a polypropylene spunbond 
material is bonded to a polypropylene meltblown material. Using a standard testing 
procedure and also using the same adhesive, it was seen that, the polypropylene spunbond 
material achieves a better bond through this process than through a traditional adhesive 
laminator. 

Looking closely at how the second example was achieved it was noticed that, during the 
calendering part of the process, the polymers had melted to form a layer of thin sheets at 
the lamination points 55. Whilst these did not fuse, they nonetheless provided a surface 
onto which the adhesive could form a positive bond. For example, the short fibre 
meltblown material had formed itself into a film at the lamination points 55, onto and 
into which the adhesive could form a positive bond. More importantly, however, it is 
considered that the adhesive melts into the different polymers thereby increasing the bond 
strength between the different layers over and above traditional adhesive bonding 
methods. 

In a further example of this embodiment, a small amount of thermoplastic adhesive is 
used to laminate two similar chemical composition materials together, namely two 
polypropylene materials. The adhesive enhances the pomt lamination of the two 
materials. This is due to the combination of thermal bonding of two materials which have 
similar melting points and composition, supplemented by the thermoplastic adhesive 
bonding activated at the lamination points 55. 
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The above examples, in which a thermoplastic adhesive is used, involve point laminating 
the materials together whilst controlling the interaction between the embossed and 
lamination patterns. However, the principle of passing adhesive coated materials through 
5 a thermobonding calender roll 50 to cause the adhesive and polymer to melt together to 
form an integrated bond can also be applied to other lamination processes which do not 
differentiate between the lamination and the emboss patterns or which, for example, point 
laminate non-embossed materials together. 

10 Although not shown in the above embodiments, the boss size (or the size of each bonding 
point of the emboss pattern 41), could be varied, typically in conjunction with the bond 
area or pitch, to produce the required differentiation between the lamination and 
embossed patterns. It is also to be appreciated that the size of the boss will also likely 
change if there is a change in the shape of the boss and so, the shape of the boss could 

15 also be varied to provide the required pattern differentiation. 

In the above describe embodiments, the lamination pattem 56 on the calender roll 50 has 
not been changed. This is because of the comparatively high cost of replacing the 
calender roll 50 in order to differentiate between the embossed pattem and the lamination 

20 pattem 56, as compared to the option of specifying a different emboss pattem 41 on a 
material to be supplied by a spunbond material manufacturer. However, despite the 
significant cost differences between these two approaches, it is to be appreciated that the 
present invention is intended to cover the situation where the lamination pattem 56 on the 
calender roll 50 is selected and supplied to provide a desired difference between the 

25 embossing pattem and the lamination pattem 56. 

Having described particular preferred embodiments of the present invention, it is to be 
appreciated that the embodiments in question are exemplary only and that variations and 
modifications such as will occur to those possessed of the appropriate knowledge and 
30 skills may be made without departure from the spirit and scope of the invention as set 
forth in the appended claims. 
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CLAIMS: 

1 . A method of laminating a first material having a point emboss pattern formed thereon, 
to a second material, by a lamination process using a point lamination pattern, wherein 

5 one or more characteristics of the two patterns is selected and differentiated to control, 
during lamination, the amount of point mis-registration between the two patterns. 

2. A method according to Claim 1, wherein the selection and degree of differentiation 
between the one or more characteristics is arranged to maximise the amount of point mis- 

1 0 registration between the two patterns. 

3. A method according to Claim 1, wherein the selection and degree of differentiation 
between the one or more characteristics is arranged to control the size of areas in the 
resultant laminate containing groups of adjacent points in each pattem which are in 

15 registration, in order to avoid the visual appearance of non-lamination effects such as 
blistering occurring in the resultant laminate. 

4. A method according to any preceding claim, wherein the one or more selected 
characteristics include the pitch between emboss points or the lamination points. 

20 

5. A method according to Claim 4, wherein the emboss pattem pitch is variable and point 
lamination pattem pitch is fixed. 

6. A method according to any preceding claim, wherein the one or more selected 
25 characteristics include the axes of alignment of the emboss points of the emboss pattem 

and of the lamination points of the lamination pattem. 

7. A method according to Claim 6, wherein the axes are orthogonal to each other. 

30 8. A method according to Claim 6 or 7, wherein the axes of emboss points are varied and 
axes of the lamination points are fixed. 
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9. A method according to any preceding claim, wherein the one or more selected 
characteristics include the percentage bond area of the emboss pattern or the percentage 
contact area of the point lamination pattern. 

5 10. A method according to Claim 9, wherein percentage bond area of emboss pattern 
variable and percentage contact area of point lamination pattern is fixed. 

11. A method according to any preceding claim, wherein the one or more selected 
characteristics include the shape of each emboss point of the emboss pattern or each 

10 lamination point of the point lamination pattern. 

12. A method according to Claim 11, wherein the shape of each emboss point is variable 
and shape of each lamination point is fixed. 

15 13. A method according to any preceding claim, wherein the one or more selected 
characteristics include the size of each emboss point of the emboss pattern or of each 
lamination point of the point lamination pattern. 

14. A method according to Claim 1 1, wherein the size of each emboss point is variable 
20 and size of each lamination point is fixed. 

15. A method according to any preceding claim, wherein the weight of the first material 
is greater than or equal to 50 g/m^. 

25 16. A method according to any preceding claim, wherein the weight of the second 
material is less than 50 g/m^ 

17. A method according to any preceding claim, fiirther comprising providing a 
thermoplastic adhesive layer between the first and second materials during the lamination 

30 process. 

18. A method according to Claim 17, wherein the adhesive layer is provided as a coating 
on one of said first and second materials. 



34 

SUBSTITUTE SHEET (RULE 26) 



wo 00/09333 



PCT/GB99/01356 



19. A method according to Claim 18, wherein the coating is substantially continuous but 
provides discreet adhesive bonding points between the first and second materials at the 
lamination points during the point lamination process. 

20. A method according to any of Claims 17 to 19, wherein the first material has a 
chemical composition which is unsuhable for bonding to the second material by heat and 
pressure alone. 

21. A method according to any of Claims 17 to 20, wherein the first material comprises a 
thermoplastic polymer and the lamination is implemented by an embossed 
Ihermobonding calender. 

22. A method according to Claim 21, wherein the lamination comprises passing the 
thermoplastic adhesive layer and the polymer layer through the thermobonding calender 
such that they are caused to melt together to form an integrated bond. 

23. A method according to Claim 22, wherein the second material comprises a 
thermoplastics material and is also caused to melt to form part of the integrated bond. 

24. A method according to Claim 21 or 22, wherein the second material comprises a 
woven fabric textile material. 

25. A method according to any of Claims 21 to 24, further comprising selecting the 
lamination conditions to melt the thermoplastic adhesive layer in a single pass through 
the thermobonding calender and subsequently to cool the laminate to set the melted 
adhesive. 

26. A method according to any of Claims 17 to 25, wherein the adhesive is one or more 
of an acrylic adhesive, a hot meh adhesive, a netting adhesive or a powder adhesive. 
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27. A method according to any of Claims 17 to 26, wherein the first and/or second 
materials comprise discontinuous fibres which are melted by the lamination process to 
form a film at the adhesive lamination points. 

5 28. A method according to any preceding claim, further comprising coating the first 
material, the second material or the laminate with a chemical composition to import 
specific properties to the laminate. 

29. A method according to any preceding claim, wherein the first material comprises a 
10 non woven spunbonded textile. 

30. A method according to Claim 29, wherein the first material comprises a 
thermobonding polymer such as polypropylene, polyethylene, polyester or polyamide. 

15 31. A method according to any preceding claim, wherein the second material comprises a 
thin film. 

32. A method according to Claim 31, wherein the second material comprises a 
thermobonding polymer such as polypropylene, polyethylene, polyester or polyamide. 

20 

33. A method according to any preceding claim, further comprising providing a further 
layer between first and second materials. 

34. A method according to Claim 33, wherein the further layer is a microfibre layer, a 
25 non-plastics fabric or a continuous thin film. 

35. A method according to any preceding claim, wherein the lamination is effected by use 
of a thermobonding calender, the first material has an emboss pattern which is non- 
symmetrical about a line transverse to an axis of rotation of the calender, and the first 

30 material can be reversed in orientation to present an emboss pattern having different 
pattern characteristics to that presented when the first material is not reversed. 
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36. A method according to Claim 35, ftirther comprising reversing the first material prior 
to the lamination. 

37. A method according to Claim 35 or 36, wherein the reversed embossed pattern is 
sufficiently different to the non-reversed embossed pattern to provide iinder the same 
process conditions a different pressure distribution across the laminate. 

38. A method according to Claim 37, wherein the difference in pressure distributions 
leads to perforation of the laminate when the first material is reversed and non- 
perforation when it is not reversed in orientation. 

39. An apparatus for laminating a first material having a emboss pattern formed thereon, 
to a second material, the apparatus comprising a lamination means for bonding said first 
and second materials together at discreet points, wherein the lamination means provides a 
point lamination pattern having one or more of its characteristics selected to be different 
to a corresponding one or more characteristics of the emboss pattern so as to control, 
during lamination, the amount of point mis-registration between the two patterns. 

40. An apparatus according to Claim 39, wherein the first and second materials are 
continuous sheets of material and the apparatus is arranged to form a continuous 
laminate. 

41. An apparatus according to Claim 40, wherein the materials are arranged as wound 
rolls of material and the apparatus comprises means for imwinding and flattening the 
materials prior to lamination. 

42. An apparatus according to any of Claims 39 to 41, wherein the lamination means 
comprises an embossed thermobonding calender. 

43. An apparatus according to any of Claims 39 to 42, wherein the apparatus further 
comprises means for cooling the laminate after the lamination process. 
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44. An apparatus according to any of Claims 39 to 43, wherein the apparatus further 
comprises means for treating the laminated material with a chemical composition after 
the lamination process. 

5 45. A method of point bonding two lamina together, the method comprising: 
selecting an emboss pattern, which is applied to one of the lamina, 
selecting a point bonding pattern, which is to be used for bonding the two lamina 
together, and 

point bonding said two lamina together using said point bonding pattern, 
ID wherein said selection steps are arranged to differentiate a characteristic of the 

two patterns to establish a predetermined amount of point mis-registration between the 
two patterns. 

46. A method of laminating a first polymer material to a second material by use of a 
15 thermoplastic adhesive layer, wherein the thermoplastic adhesive layer, the first polymer 
material layer and the second material layer are passed through a point lamination 
calender and at least the adhesive and thermobonding layer are caused to melt together at 
the lamination points to form respective integrated bonds. 

20 47. A method according to Claim 46, wherein the second material comprises a woven 
fabric textile material. 

48. A method according to Claim 46, wherein the second material comprises a 
thermopleistics material and is also caused to melt to form part of the integrated bond. 

25 

49. A method according to any of Claims 46 to 48, further comprising selecting the 
lamination conditions to melt the thermoplastic adhesive layer in a single pass through 
the thermobonding calender and subsequently to cool the laminate to set the melted 
adhesive. 

30 

50. A method according to any of Claims 46 to 49, further comprising applying the 
adhesive layer as a coating to one of the first or second materials. 
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51. A method according to Claim 50, wherein the applied coating is substantially 
continuous but provides discreet adhesive bonding points between the first and second 
materials at the lamination points during the point lamination process. 

52. A method according to any of Claims 46 to 51, wherein the adhesive is one or more 
of an acrylic adhesive, a hot meh adhesive, a netting adhesive or a powder adhesive. 

53. A method according to any of Claims 46 to 52, wherein the first and/or second 
materials comprise discontinuous fibres which are melted by the lamination process to 
form a film at the adhesive lamination points. 
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